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in the batch.   The length of these white sand deposits is estimated
by James Gayle to he 15 miles.

The Grobmyer Coal Company of Carrollton is now mining sand
from the northeast side of the mouth of the Kentucky River, but
actually in the Ohio River. This sand bar is- definitely known to be
25 feet in thickness and of considerable length. The sand is a little
coarser towards the bottom of the bar. Quicksand occurs in local
beds.

The sand is mined by a clam shell steam shovel and placed on
barges, towed by tug boat about 100 rods to a landing. The sand is
unloaded from the barge to a hopper, then to -a car, screened, and
loaded into railroad cars for shipment. This sand is used for plas-
ter, mortar, cement and concrete. It is also a good molding sand.
Some 700 tons of sand have already been removed from this bar,
but work was begun about July 20, 1920.

Below the mouth of the Kentucky River the sands average a
little finer than above the mouth of the river. John Jeter of the
Jet Coal & Transportation Company has been mining and remov-
ing sand from the Ohio River for 16 years. The Kentucky and Ohio
Transportation Company, of which G. W. G'eier is the secretary, has
mined the Ohio River sands for some 20 years. The sand bar of
this company is just opposite the court house at Carrollton. The
sand is pumped from the river bottom into deck barges and towed
along the Ohio River to various markets. A part is sold to firms in
Madison, Indiana, a part goes to Louisville, Kentucky, and a part
is locally distributed. This sand when screened to a 60 mesh is
nearly pure white in color, sharp, angular sand, and would make
an excellent glass sand when pro-perly washed and screened.

During the present year it is estimated that the numlber of cutoic
yards of sand removed will equal 20,000. This sand is used as a
building sand, in road construction, and as a car wheel sand to pre-
vent the wheels from slipping on the tacks. Craig's sand bar is
situated about 7 miles above Carrollton on the Ohio River. It
covers same 20 acres or more of good sand, with depth unknown.
In some places the adjustment 'between the sand and gravel is
such that it furnishes a product ready for the manufacture of con-
crete.

At Dam 39 which is located some 12 miles above Carrollton on the
Ohio River the United States Government used the Ohio River sand
in the construction of this dam. A normal condition in' the white
sand and gravel beds here is 40 per cent sand and &0 per cent gravel.
The depth of the sand has (been measured to 10{) feet with practi-
cally no change in its mineral content. The sand and gravel bed
of the Carrollton Brick Company is an old delta deposit at the con-
fluence of the Kentucky and Ohio Rivers. The pit is only a few-
hundred feet from the railroad, and the water of the Kentucky River
could be used in washing the clayey matter from the, sand. Screen-
ing properly would remove the sand from the" gravel.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